[Docum e nt Nam e ] Specification 
[Title of the Invention] BEAM IRRADIATION APPARATUS, BEAM IRRADIATION 
METHOD, AND METHOD FOR MANUFACTURING SEMICONDUCTOR 
DEVICE 

5 [Scope of Claim] Background of the Invention 
[Claim 1] 

A beam irradiation apparatus comprising: 

m e ans for scanning an e n e rgy b e am output continuously from one e nd to the 
other end on an irradiat e d object; and 
10 m e ans for controlling a position of the irradiat e d object so that the beam is 

irradiated to an outside of an el e m e nt forming region on the irradiated object in th e on e 
e nd and in th e oth e r e nd, 

wh e r e in th e means for scanning has a sp e cular body; 

wh e r e in th e sp e cular body is fix e d to a shaft so as to b e arrang e d on an optical 
15 axis of th e b e am; and 

wh e r e in th e sp e cular body vibrat e s using th e shaft as its c e nt e r 

[Claim 2] 

A b e am irradiation apparatus according to claim 1, 
20 wh e rein th e m e an s for controlling th e position of th e irradiated object 

synchroniz es with th e m e ans for scanning. 

[Claim 3] 

A beam irradiation apparatus according to claim 1, 
25 wh e r e in a plurality of b e ams ar e used. 

[Claim 1] 

A beam irradiation apparatu s comprising: 

m e ans for scanning an e n e rgy b e am output continuously on an irradiat e d 
30 obj e ct; and 
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m e ans for controlling a po s ition of th e irradiated obj e ct so that th e b e am is 
irradiat e d to an outsid e of an el e ment forming region on th e irradiated object in 
positions wh e r e th e beam s tarts to b e scanned and wher e th e b e am ends to be scann e d, 

wher e in th e means for scanning has a sp e cular body; 
5 wher e in the sp e cular body is fixed to a shaft so as to b e arrang e d on an optical 

axis of th e b e am; and 

wher e in th e specular body rotat e s using th e shaft as its cent e r, 

[Claim 5] 

10 A b e am irradiation apparatus according to claim 4, 

wh e r e in a plurality of beams are used. 

[Claim 6] 

A beam irradiation apparatus according to claim 1, 
15 wh e r e in th e shaft has a supporting bar in on e e nd or in opposit e ends, 

[Claim 7] 

A beam irradiation apparatus according to claim 4, 

whoroin the shaft has a supporting bar in on e e nd or in opposite e nds. 

20 

[Claim 8] 

A b e am irradiation apparatus according to claim 1, 
wher e in on e s p e cular body i s provid e d. 

25 [Claim 9] 

A b e am irradiation apparatus according to claim 4, 
wh e rein on e sp e cular body is provid e d. 



[Claim 10] 

30 Ab e am irradiation apparatus according to claim 1, 



wherein m e ans for moving th e irradiat e d object and th e beam r e lativ e ly is 
provid e d. 

[Claim 11] 

5 A b e am irradiation apparatus according to claim 4, 

wh e rein m e ans for moving the irradiated obj e ct and th e b e am relativ e ly is 
provided. 

[Claim 12] 

10 A b e am irradiation apparatus according to claim 10, 

wher e in th e means for moving has a control apparatus for controlling so as to 
mov e in synchronization with the m e ans for scanning, 

[Claim 13] 

15 A beam irradiation apparatus according to claim 11, 

wh e r e in th e m e ans for moving has a control apparatus for controlling so as to 
mov e in synchronization with th e m e ans for scanning. 

[Claim M] 

20 A beam irradiation apparatus according to claim 1, 

wh e r e in the e nergy b e am output continuously is a b e am emitt e d from a laser 
select e d from th e group consisting of a YV0 4 laser, a YAG las e r, a YLF laser, a YAIO^ 
las e r, and an Ar las e r. 

25 [Claim 15] 

A beam irradiation apparatus according to claim 4, 

wherein th e e nergy beam output continuously is a b e am emitted from a las e r 
s e l e cted from th e group consisting of a YV0 4 las e r, a YAG las e r, a YLF las e r, a YAIO^ 
las e r, and an Ar las e r. 

30 
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[Claim 16] 

A b e am irradiation apparatu s according to claim 1, 

wher e in an optical syst e m for shaping th e en e rgy b e am output continuously 
into lin e ar is provid e d betw ee n an o s cillator of th e b e am and th e m e ans for s canning, 

[Claim 17] 

A b e am irradiation apparatus according to claim A, 

wh e r e in an optical system for shaping th e energy b e am output continuously 
into lin e ar is provid e d betwe e n an oscillator of th e beam and th e m e ans for scanning, 

[Claim 18] 

A b e am irradiation apparatus according to claim 1, 

wherein an fB lens is provid e d b e tween th e m e ans for scanning and the 
irradiat e d obj e ct. 

[Claim 19] 

A b e am irradiation apparatus according to claim 4, 

wh e rein an fB lens is provid e d b e twe e n th e m e ans for scanning and th e 
irradiat e d obj e ct. 

[Claim 20] 

A beam irradiation apparatus according to claim 1, 

wh e rein a t e l e centric fB l e ns is provid e d b e twe e n th e m e ans for scanning and 
th e irradiated obj e ct. 

[Claim 21] 

A b e am irradiation apparatus according to claim <\ 9 

wh e r e in a t e l e c e ntric fB l e ns is provid e d betw ee n th e m e an s for scanning and 
th e irradiat e d obj e ct. 
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[Claim 22] 

A b e am irradiation apparatu s according to claim 1, 

wh e r e in th e sp e cular body has a plan e surface or a curved surface. 



5 [Claim 23] 

A b e am irradiation apparatus according to claim 1, 

wh e rein the sp e cular body has a plane surface or a curv e d surfac e . 



[Claim 21] 

10 A beam irradiation m e thod comprising: 

irradiating while scanning an e nergy b e am output continuously to an 
irradiat e d obj e ct, 

wh e r e in a scanning dir e ction of th e beam changes outsid e an e lem e nt forming 
region with th e irradiat e d obj e ct form e d. 

15 

[Claim 25] 

A b e am irradiation m e thod comprising: 

irradiating while scanning an e n e rgy b e am output continuously to an 
irradiat e d obj e ct, 

20 wh e rein th e beam is irradiat e d to an outside of an e lem e nt forming r e gion with th e 
irradiated object form e d in positions wher e th e beam start s to b e irradiated and wh e re 
th e b e am e nd s to be irradiat e d. 



[Claim 26] 

25 A b e am irradiation m e thod comprising: 

irradiating whil e scanning an en e rgy b e am output continuously and an 
irradiated object r e lativ e ly, 

wherein the irradiated object is proc e ssed by refl e cting th e beam on a plurality 
of specular bodi e s; 

30 wh e r e in r e lativ e positions of the e n e rgy b e am and th e irradiat e d object ar e 
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controlled for e v e ry s urface of th e plurality of th e sp e cular bodi e s; and 

wh e r e in th e b e am i s irradiat e d to an outsid e of an e l e m e nt forming r e gion 
with th e irradiat e d obj e ct formed in position s wher e th e beam starts to b e irradiat e d and 
wher e th e b e am e nds to b e irradiated. 

5 

[Claim 27] 

A b e am irradiation m e thod according to claim 21, 

wher e in th e means for scanning has a galvanom e t e r mirror or a polygon 

mirror. 

10 

[Claim 28] 

A beam irradiation m e thod according to claim 25, 

wh e r e in th e m e ans for scanning has a galvanomet e r mirror or a polygon 

mirror. 

15 

[Claim 29] 

A beam irradiation m e thod according to claim 26, 

wherein th e m e ans for scanning has a galvanom e t e r mirror or a polygon 

mirror. 

20 

[ C laim 30] 

A b e am irradiation m e thod according to claim 21, 

wh e r e in the en e rgy beam output continuou s ly is a b e am emitt e d from a la s er 
sel e ct e d from th e group consisting of a YV0 4 las e r, a YAG laser, a YLF las e r, a YAIO^ 
25 las e r, and an Ar las e r. 

[Claim 31] 

A b e am irradiation m e thod according to claim 25, 

wh e r e in th e e n e rgy b e am output continuously is a beam e mitt e d from a las e r 
30 s e l e ct e d from th e group consi s ting of a YV0 4 las e r, a YAG las e r, a YLF las e r, a YAIO3 
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laser, and an Ar las e r. 
[Claim 32] 

A b e am irradiation m e thod according to claim 26, 
5 wher e in the energy b e am output continuously is a b e am e mitt e d from a laser 

s e l e cted from th e group consisting of a YV0 4 las e r, a YAG las e r, a YLF las e r, a YAIO ^ 
las e r, and an Ar las e r. 

[Claim 33] 

10 A method for manufacturing a thin film transistor comprising th e st e ps of: 

forming a crystallin e semiconductor film by irradiating an energy b e am output 
continuously whil e scanning th e e n e rgy b e am to a s e miconductor film; 

forming a gate e l e ctrode over th e crystallin e s e miconductor film; and 
forming an impurity r e gion in th e crystalline s e miconductor film using th e 
15 gat e e l e ctrod e as a mask, 

wh e r e in a scanning dir e ction of th e b e am changes outside an e l e m e nt forming 
r e gion with the semiconductor film form e d. 

[Claim 31] 

20 A m e thod for manufacturing a thin film transistor comprising th e st e ps of: 

forming a crystalline semiconductor film by irradiating an e n e rgy b e am output 
continuously whil e scanning th e en e rgy beam to a semiconductor film; 

forming a gat e e l e ctrod e ov e r the cry s talline se miconductor film; and 
forming an impurity r e gion in th e crystallin e semiconductor film using th e 
25 gat e e lectrode as a mask, 

wherein the b e am is irradiat e d to an outsid e of the el e m e nt forming region 
with the s e miconductor film formed in positions wh e r e th e b e am starts to b e irradiat e d 
and wh e re the b e am e nds to b e irradiat e d. 
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[Claim 35] 



A m e thod for manufacturing a thin film transistor according to claim 33, 
wh e r e in th e m e an s for scanning has a galvanom e t e r mirror or a polygon 

mirror. 



5 [Claim 36] 

A method for manufacturing a thin film transistor according to claim 34, 
wh e r e in the m e ans for scanning has a galvanom e t e r mirror or a polygon 

mirror. 



10 [Claim 37] 

A method for manufacturing a thin film transistor according to claim 33, 
wh e r e in th e e n e rgy b e am output continuously is a b e am e mitt e d from a las e r 

s e lect e d from the group consisting of a YV0 4 laser, a YAG las e r, a YLF las e r, a YAIO ^ 

laser, and an Ar las e r. 

15 

[Claim 38] 

A m e thod for manufacturing a thin film transistor according to claim 34, 
w f h e r e in th e e n e rgy beam output continuously is a b e am e mitt e d from a las e r 
selected from th e group consisting of a YV0 4 las e r, a YAG las e r, a YLF laser, a YAIO3 
20 las e r, and an Ar las e r. 



[Claim 39] 

A method for manufacturing a thin film transistor according to claim 33, 
wh e r e in th e e lem e nt forming r e gion is a r e gion wh e r e a display d e vic e or an 
25 integrat e d circuit is form e d. 



[Claim 40] 

A m e thod for manufacturing a thin film transistor according to claim 34, 
wh e r e in th e e l e m e nt forming region is a r e gion wh e r e a display d e vic e or an 
30 int e grated circuit is form e d. 
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[Claim 11] 

A m e thod for manufacturing a semiconductor d e vic e compri s ing th o st e ps of: 
forming a s e miconductor film ov e r a s ubstrat e ; 
5 crystallizing th e s e miconductor film by irradiating an en e rgy beam output 

continuously while scanning the energy b e am to the s e miconductor film; 

forming a plurality of semiconductor islands by patterning th e crystalliz e d 
s e miconductor film; 

forming a first circuit using on e of th e plurality of s e miconductor islands over 
10 th e substrate as an active layer; and 

forming a second circuit using another on e of th e plurality of semiconductor 
islands ov e r the substrat e as tho activ e layer, 

whoroin a r e gion irradiat e d whil e changing a scanning direction of the e n e rgy 
beam wh e n crystallizing tho s e miconductor film by th e e n e rgy b e am is not includ e d in 
15 the s e miconductor islands constituting the first circuit and th e s e cond circuit. 

[Claim 12] 

A mothod for manufacturing a s e miconductor d e vice according to claim 11, 
wh e r e in th e region irradiat e d whil e changing the scanning dir e ction of th e 
20 en e rgy beam i s position e d b e tween th e first circuit and the second circuit. 

[Claim 13] 

A method for manufacturing a s e miconductor d e vice according to claim 4 1, 
wherein the first circuit includ e s a first active matrix circuit; and 
25 wh e r e in the second circuit includes a s e cond active matrix circuit. 

[Claim 11] 

A m e thod for manufacturing a s e miconductor d e vic e according to claim 1 1, — 
wher e in th e first circuit includ e s a first activ e matrix circuit; and 
30 wherein the s e cond circuit includ e s a driv e r circuit for driving th e active 
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matrix circuit. 

[D e tailed D e scription of the Inv e ntion] 

{oooq 

[T e chnical Field to which th e Inv e ntion b e longs] 
5 Th e pr e s e nt inv e ntion r e lat es to a beam irradiation apparatus and a b e am 

irradiation method. — Mor e ov e r, th e pr e s e nt inv e ntion r e lates to a method for 
manufacturing a thin film transistor using th e apparatus and th e m e thod. 

[Prior Art] 

10 A research has b ee n conducted conc e rning a thin film transistor having a 

channel forming r e gion in a poly crystalline s e miconductor film (h e reinaft e r this thin 
film transistor is referred to as poly crystallin e TFT) as a s e miconductor el e m e nt in a 
display d e vice, an int e grat e d circuit, or th e like. — With the d e velopm e nt of th e display 
device and th e int e grat e d circuit, further enhancem e nt of the characteristic of th e 

15 poly crystalline TFT has be e n exp e cted. 
{0003} 

Consequently, in order to enhanc e the charact e ristic of the poly crystallin e 
TFT, crystallization of th e semiconductor film by a continuous wav e laser irradiation 
apparatus has been e xamin e d. — For example, there is a method for crystallizing an a Si 

20 film in such a way that the a Si film is patt e rn e d into lin e ar or island shape ov e r a gla ss 
substrate, and th e n an e n e rgy b e am output continuou s ly to time from the continuous 
wave la se r irradiation apparatus is irradiated and scann e d ther e to (Refer to patent 
docum e nt 1). — Th e pat e nt docum e nt 1 describ e s that wh e n th e semiconductor thin film 
i s patt e rn e d into lin e ar or i s land s hap e in advanc e , th e crack and the lik e can b e 

25 pr e vent e d b e caus e th e temp e rature of th e glass substrate do e s not increase. — The 
patent document 1 also d e scribes in FIG. 29 and FIG. 31 that a blocking plat e with an 
op e ning provid e d is us e d to crystalliz e only th e n e c e ssary part of th e a Si film 
s e l e ctiv e ly without giving damag e to the glass substrat e and without peeling th e a Si 

30 {0004} 
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Moreov e r, a galvanom e t e r mirror (r e f e r to pat e nt document 2) or a polygon 
mirror (r e f e r to pat e nt document 3) is us e d as m e ans for scanning (also referr e d to as 
d e fl e cting) th e las e r light (also ref e rr e d to as a las e r b e am), — Sinc e th e galvanom e t e r 
mirror and the polygon mirror can e asily incr e as e the scanning spe e d, th e burd e n on 
5 th e irradiation apparatus can b e reduc e d. 

[patent docum e nt 1] 
Field of the Invention 

[0001] The present invention relates to a beam irradiation apparatus and a beam 
10 irradiation method. Moreover, the present invention relates to a method for 
manufacturing a thin film transistor using the apparatus and the method. 
Description of Related Art 

[0002] A research has been conducted concerning a thin film transistor having a 
channel-forming region in a poly-crystalline semiconductor film (hereinafter this thin 
15 film transistor is referred to as poly-crystalline TFT) as a semiconductor element in a 
display device, an integrated circuit or the like. With the development of the display 
device and the integrated circuit further enhancement of the characteristic of the 
polv-crvstalline TFT has been expected. 

[0003] Consequently, in order to enhance the characteristic of the poly-crystalline 
20 TFT, crystallization of the semiconductor film by a continuous wave laser irradiation 
apparatus has been examined. For example, there is a method for crystallizing an a-Si 
film in such a way that the a-Si film is patterned into linear or island-shape over a glass 
substrate, and then an energy beam output continuously to time from the continuous 
wave laser irradiation apparatus is irradiated and scanned thereto (Refer to patent 
25 document IV The patent document 1 describes that when the semiconductor thin film 
is patterned into linear or island-shape in advance, the crack and the like can be 
prevented because the temperature of the glass substrate does not increase. The 
patent document 1 also describes in FIG 29 and FIG 31 that a blocking plate with an 
opening provided is used to crystallize only the necessary part of the a-Si film 
30 selectively without giving damage to the glass substrate and without peeling the a-Si 
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film. 

[0004] Moreover, a galvanometer mirror (refer to patent document 2) or a polygon 
mirror (refer to patent document 3) is used as means for scanning (also referred to as 
deflecting) the laser light (also referred to as a laser beam). Since the galvanometer 
5 mirror and the polygon mirror can easily increase the scanning speed, the burden on 
the irradiation apparatus can be reduced. 
Patent Document 1 

Japanese Patent Unexamined Publication No. 2003-86505 bulletin 
[patent document 2] 
10 Patent Document 2 

Japanese Patent Unexamined Publication No. 2003-86507 bulletin 
[pat e nt document 3] 
Patent Document 3 

Japanese Patent Unexamined Publication No. 2003-45890 bulletin 

15 {0006} 

[Probl e m to b e Solv e d bv th e Summary of the Invention^ 

[00051 When the galvanometer mirror or the polygon mirror is used to irradiate such 
a continuous wave laser beam (hereinafter referred to as a CW beam, and the apparatus 
for oscillating the CW beam is referred to as a CW laser irradiation apparatus) to the 
20 irradiated object such as the substrate, a scanning width is limited. Therefore, the 
laser light needs to be scanned repeatedly and there is a region where the scanning of 
the laser light stops. The region where the scanning of the laser light stops makes it 
difficult to perform the laser processing uniformly. 

25 [00061 Furthermore, the speed of the laser light scanned by the scanning means such 
as the galvanometer mirror or the polygon mirror was not constant in the center portion 
and in the end portion of the scanning width. For example, the laser light made to 
scan in one direction by the galvanometer mirror decelerates toward a region where the 
direction of the back-and-forth motion changes (the point in which the galvanometer 

30 mirror stops and its vicinity) and its scanning speed becomes zero at last and the laser 
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light accelerates thereafter. In such regions where the scanning speed decelerates, 
accelerates, and becomes zero, the irradiation time becomes longer so that the object is 
irradiated with excessive energy. As a result, when the amorphous semiconductor 
film is used as the irradiated object, there is a risk that the amorphous semiconductor 
5 film is peeled or the like. 

[0007] On the other hand, although the scanning speed does not become zero when 
the polygon mirror is employed, the scanning speed is not constant yet in the center 
portion and in the end portion of the scanning width. As a result, there is also a risk, 
10 as well as the galvanometer mirror, that the amorphous semiconductor film is peeled or 
the like. 
{0009} 

[00081 It is concerned that when the semiconductor film is peeled, the peeled film is 
spattered to the normal film, which results in the roughness of the normal film. The 
15 present inventors recognize that it is a problem in the field of semiconductor that the 
scanning speed of laser light is not constant as described above. 
{00+0} 

[00091 Although there is a method in which the semiconductor film, the irradiated 
object, is patterned into linear or island-shape at an element-by element basis before 

20 the CW beam is irradiated, this method requires the accurate position control in the 
beam irradiation, thereby increasing the burden on the irradiation apparatus. 
Moreover, in the case where the crystallization is performed by irradiating the beam 
after the semiconductor film is patterned, since the semiconductor film is melted by the 
beam irradiation, it is difficult to keep the shape of the end portion of the patterned 

25 semiconductor film and to obtain the desired pattern shape. 
{004-4 

[0010] As above, there is room for improvement in order to perform uniform 
irradiation of CW beam. Particularly when a large substrate and mass production are 
taken into account, there are many points to be improved. 
30 {00+3} 
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[00 1 1 1 Consequently, it is an object of the present invention to solve the problem in 
the end portion of the scanning width of the beam irradiation in the case of irradiating 
the beam with the use of the galvanometer mirror or the polygon mirror. In particular, 
the object of the present invention is to provide an apparatus for irradiating a uniform 
5 beam to the irradiated object (a beam irradiation apparatus or a laser irradiation 
apparatus) and a beam irradiation method in consideration of the large substrate and 
the mass production. Furthermore, it is also an object of the present invention to 
provide uniform laser processing, that is, laser annealing (including crystallization and 
activation) to a thin film transistor (hereinafter referred to as TFT) using the beam 
10 irradiation apparatus and the beam irradiation method as above. 

[00121 ^ the present invention made in view of the above problems, in the case 
where the laser spot (irradiated region) of the energy beam output continuously 
(referred to as a CW beam, which is specifically referred to as a CW laser when a laser 

15 is used as the light source) on the irradiated object is scanned in such a way that the 
spot moves back and forth by the scanning means (deflecting means) or the like, when 
the scanning speed (moving speed) of the spot is not the predetermined value, that is to 
say when the scanning speed is not constant, the beam is irradiated to the outside of an 
element-forming region. 

20 [0013] The scanning speed (moving speed) of the spot that is not the predetermined 
value means the speed that is not constant, for example the speed when it accelerates, 
decelerates, and when it is zero. ] 

[0014] It is noted that the region where the speed is not constant or where the speed 
accelerates, decelerates, or becomes zero means the positions where the scanning 
25 direction changes or where the scanning starts (one end) and where the scanning ends 
(the other end). 

[0015] In other words, the present invention can change the scanning direction 
outside the element-forming region. It should be noted that the term "position" herein 
used includes its vicinity as appropriate. 

30 \mu] 
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[00161 The element-forming region indicates the region where the integrated circuit 
or the display device having a driver circuit portion and a display portion having the 
semiconductor film is formed. Therefore, the outside of the element-forming region 
indicates the area between the regions where the display device or the integrated circuit 
5 is formed, and also indicates the area between the display portion and the driver circuit 
portion. 

[0017] It is noted that the display device includes a liquid crystal display device and a 
light-emitting device having a self light-emitting element. And the integrated circuit 
includes a CPU, a memory, and the like. 
10 $m4] 

[00181 Thus, the uniform process can be performed by controlling the beam 
irradiation position so that the beam is irradiated selectively to the outside of the 
element-forming region when the scanning speed is not predetermined value. 

15 [00191 According to the present invention, it is possible to form the semiconductor 
film in which the element-forming region, which is the whole surface at a 
panel-by-panel basis, is crystallized uniformly. Therefore, compared with the method 
in which the crystalline semiconductor film is provided at the element-by-element 
basis, the region for providing the thin film transistor is not limited, thereby increasing 

20 the degree of freedom of the design. 
{OOW} 

[00201 The scanning means have a specular body (also referred to as a mirror) for 
changing the irradiation position of the beam to the irradiated object continuously or 
rectangularly. As the scanning means, it is possible to use, for example, means 

25 having one or a plurality of specular bodies, means having a plurality of specular 
bodies arranged continuously, or means having the other mirror. Specifically, the 
galvanometer mirror or the polygon mirror can be used as the scanning means. 
[00211 As the other scanning means, a specular body having a plane surface or a 
curved surface which is fixed to a shaft and which can turn (including rotation and 

30 vibration) using the shaft as its center may be also used. On this occasion, the shaft 
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has means for controlling the turning of the specular body provided in one end or in 
opposite ends thereof Controlling the turning indicates controlling the rotational 
speed and the like in the case of rotation and controlling the amplitude of vibration and 
the like in the case of vibration. In addition, when a plurality of the specular bodies is 
5 provided, reflection condition in each of the plurality of specular bodies may be 
different. Taking it into account, it is preferred to employ one specular body. 
{004-8} 

[0022] It is noted that when the galvanometer mirror or the polygon mirror is used, 
the processing time can be reduced because the time required for the acceleration or 
10 the deceleration is short in spite of the considerably high scanning speed, which ranges 
from ten to several thousands mm/s. This is because the galvanometer mirror and the 
polygon mirror are lightweight so that the rapid scanning can be performed. 
{0044} 

f00231 A solid-state laser such as a YV0 4 laser, a YAG laser, a YLF laser, a YA10 3 
15 laser, or an Ar laser can be used in an apparatus for emitting an energy beam output 
continuously (a CW laser irradiation apparatus). The energy beam output 
continuously emitted from any one of these lasers can be irradiated. In addition, the 
harmonic of these lasers can be also employed. 
{0030} 

20 [0024] Although the laser beam may have any shape, the laser beam is preferably 
transformed to be linear through an optical system. It is noted that the term "linear" 
herein used does not mean a line strictly, but means a rectangle having a high aspect 
ratio (or an oblong shape). For example, the linear beam indicates the rectangular 
beam having an aspect ratio of 10 or more (preferably in the range of 100 to 10000). 

25 For example, the linear beam spot has a length from 150 to 1000 jam in its major axis 
and a length from 5 to 20 \im in its minor axis. With the laser beam shaped into linear, 
it is possible to perform the high-throughput process. 
{00244 

[0025] In addition, when the scanning speed of the spot is not the predetermined 
30 value depending on the scanning width of the laser beam, the beam is irradiated to the 



16 



outside of the element-forming region. 
£0023} 

[0026] ^ is noted that after the irradiated object and the beam relatively move to 
process one line, they move on to the next line. Such a relative movement is repeated 

5 to process a large area. Therefore, the scanning speed of the laser beam and the 
scanning speed of the irradiated object are set so as to synchronize each other. In 
other words, first scanning means for changing the traveling direction (scanning 
direction) of the laser beam and second scanning means for scanning the irradiated 
object relative to the first scanning means are controlled so as to synchronize each 

10 other. 
{0023} 

[0027] In addition, it is preferable to arrange an fB lens between the irradiated object 
and the scanning means in order to make the spot of the laser beam have a constant 
shape. It is more preferable to employ a telecentric A3 lens that can make an 
15 incidence angle constant. Although there is a limit for enlarging the size of such an 
f© lens, the fQ lens can process a wide range of region by moving the irradiated object 
in XY directions. 
{0024} 

[00281 In the case of irradiating in the laser beam uniformly, that is, scanning the 
20 laser beam at constant speed, the element-forming region in the irradiated object can be 
irradiated and thus uniform irradiation method of the laser beam can be provided 
according to the present invention. 
{0025} 

[0029] Moreover, when a semiconductor film is used as the irradiated object, it is 
25 possible to provide the poly-crystalline TFT having uniform crystallinity and uniform 
electric characteristic. With such a poly-crystalline TFT equipped, advantageous 
effects such as uniformity of the display and enhancement of the performance can be 
expected in a liquid crystal display device, a display device such as a light-emitting 
device having a self light-emitting element and an integrated circuit having a CPU and 
30 a memory. 
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[0030] In the present invention, the beam can be irradiated uniformly by irradiating 
the beam to the outside of the display device, which is the outside of the 
element-forming region, when the CW beam is employed and when the scanning speed 
5 of the beam is not uniform. In other words, the laser annealing with the laser used as 
the light source can be performed uniformly. As a result, mass productivity is 
enhanced and the display device can be manufactured at lower cost. 

f Effect of the Invention 

10 [00311 Uniform processing can be performed by using the scanning means of the 
present invention in which the CW beam or the pulsed beam scanned on the irradiated 
object is irradiated to the outside of the element-forming region when the scanning 
direction of the laser beam changes or when the scanning speed is not constant. As a 
result the semiconductor film can be annealed uniformly. As above, it is possible to 

15 prevent the irradiated object particularly the semiconductor film, from being peeled. 
In addition, the efficient laser annealing of the present invention is preferable in the 
case of using the large substrate. 

20 Brief Description of the Drawings 

[0032] Figs. 1A-1B are drawings which illustrate a laser irradiation apparatus of the 
present invention. 

[0033] Fig. 2 is a drawing which illustrates a laser irradiation apparatus of the present 
invention. 

25 [0034] Figs. 3A-3B are drawings which illustrate a laser irradiation method of the 
present invention. 

[0035] Figs. 4A-4B are drawings which illustrate a light-emitting device formed 
using the laser irradiation method of the present invention. 

[00361 Fig s - 5A-5E are drawings which illustrate electronic instruments formed using 
30 the laser irradiation method of the present invention. 



18 



Detailed Description of the Invention 
Embodiment Modes of the Invention} 

[0037] Embodiment modes of the present invention are hereinafter explained based 
on drawings. However, since the present invention can be embodied in many 
5 different modes, it is easily understood by those skilled in the art that the modes and 
the details of the present invention can be changed and modified in various ways 
unless such changes and modifications depart from the scope and the content of the 
present invention hereinafter defined. Thus, the present invention is not limited to the 
description of the embodiment modes. 
10 [00381 In addition, the same reference numeral is given to the same part or the part 
having the similar function throughout the drawings for explaining the embodiment 
modes. And the explanation to such a part shall not be repeated. 
{0©2&f 

(Embodiment Mode 1) 

15 [0039] The present embodiment mode explains the case in which the laser processing 
is performed by employing the laser as the light source to the irradiated object in which 
four element-forming regions are formed. 
f0039} 

[0040] I n a perspective diagram shown in FIG. 1(A), four of an element-forming 
20 regions 11 are provided in an irradiated object 10. And relative movements of the 
laser beam and the irradiated object move a spot 12 along a scanning route 13. The 
scanning route 13 is in XY directions where a major axis direction (X-axis direction in 
FIG. 1(A)) and a minor axis direction (Y-axis direction in FIG. 1(A)) are combined. 
On this occasion, for example, the first scanning means (for example, the galvanometer 
25 mirror or the polygon mirror) moves the spot in the major axis direction and the second 
scanning means (for example, an XY stage) moves the irradiated object in the minor 
axis direction. As thus described, the laser processing can be performed to the whole 
irradiated object having a large area can be irradiated with the beam by scanning 
sequentially (zigzag scanning). 
30 {0030} 
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[0041] And the scanning speed of the spot moved by the scanning means may not be 
constant. The scanning speed decelerates toward the point where the scanning means 
stop, which is the point where the moving direction changes, and at last it becomes 
zero. Then, it accelerates after the moving direction changes, and it becomes constant. 
5 When the scanning speed thus decelerates, accelerates, or is zero, the laser beam is 
irradiated to the outside of the element-forming region 11. 
{003±} 

[0042] As a result, uniform laser processing can be performed by irradiating the laser 
beam to the element-forming region when the scanning speed of the spot is constant. 
10 {0033} 

[0043] In addition, four element-forming regions 11 are patterned in the irradiated 
object 14 shown in FIG. 1(B). It is noted that although the element-forming region 
may be patterned into linear or island-shape, it is preferably patterned to have the size 
of the final form of the display device or the integrated circuit. As a result of 
15 irradiating the laser beam to the region having a certain amount of area such as the 
display device or the integrated circuit, the scanning position of the spot 12 can be 
easily controlled, thereby simplifying the structure of the laser irradiation apparatus. 
{0033} 

[00441 And as well as in FIG. 1(A), the laser beam is irradiated to the outside of the 
20 element-forming region 1 1 when the scanning speed decelerates, accelerates, or is zero. 
The energy is given excessively to the region where the scanning speed decelerates, 
accelerates, or is zero because the laser irradiation time is long. As a result, the 
physical property of the irradiated object varies and the film is peeled. Therefore, it is 
preferable to remove the semiconductor film outside the element-forming region in 
25 advance as shown in FIG. 1(B) because the peeling of the film can be prevented, 
thereby reducing the adverse affect to the normal film. 
{0034} 

[0045] In FIG. 1(B), the element-forming region is patterned in advance into the size 
of the final form of the display device or the like. Therefore, compared to the case of 
30 patterning into the size of the element in advance as shown in the patent document 2, 



20 



the present invention is preferable because the change in the pattern shape due to the 

melting in the laser irradiation does not have to be cared. 

{0©3#} 

[00461 In addition, in FIGS. 1(A) and 1(B), the laser beam and the irradiated object 
5 may move relatively, and either the laser beam or the irradiated object, or both of them 
may move. A stage moving in XY axes may be used as the means for moving the 
irradiated object. For example, a rail moving in X-axis direction and a rail moving in 
Y-axis direction are arranged so as to be orthogonalized each other, and the stage with 
the irradiated object fixed by suction or the like is moved in XY directions. 

10 Alternatively, the irradiated object may be floated by the air or the like and be moved 
in XY directions. In addition, when it moves in the direction of the minor axis of the 
irradiated region, the stage is controlled so as to synchronize with the timing at which 
the scanning direction of the laser beam changes. Moreover, in case of using two 
galvanometer mirrors, the scanning speed of the laser beam can be controlled by the 

1 5 galvanometer mirror. 

[0047] In particular, when the polygon mirror is used as the scanning means, it is 
preferable to adjust the distance for moving the stage mirror by mirror. This is 
because the polygon mirror has a plurality of mirrors so that the direction to which the 

20 beam is reflected may be different in the adjacent mirrors. 

[00481 For example, a practitioner numbers each of mirrors included in the polygon 
mirror and scans the mirrors once. The practitioner thus understands the 
characteristic of the motion of each of mirrors so that the practitioner can control the 
stage movement based on this characteristic. 

25 {00^7} 

[00491 The present invention can provide the processing method and the irradiation 
apparatus having high uniformity by the laser beam, particularly the CW laser. 
[00501 When the irradiation apparatus and the processing method of the present 
invention are applied to crystallize the semiconductor film, it is possible to provide a 
30 crystalline semiconductor film having high uniformity, that is to say, a poly-crystalline 
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TFT. 

[0051] Furthermore, according to the present invention, it is possible to form the 
semiconductor film in which the element-forming region, which is the whole surface 
5 thereof at the panel-by-panel basis, is crystallized uniformly. Therefore, compared to 
the method in which the crystalline semiconductor film is provided at the 
element-by-element basis, the region for providing the thin film transistor is not 
limited, thereby increasing the degree of freedom of the design. 

10 [0052] The present embodiment mode explained the case where the irradiated object 
has four element-forming regions. However, even when one element-forming region 
is formed or when a plurality of other element-forming regions are formed, uniform 
laser processing can be performed by making the region not scanned by the laser at the 
predetermined speed the region outside the element-forming region selectively. 

15 {0040} 

[0053] Depending on the scanning width of the laser beam, the laser beam may be 
irradiated to the outside of the element-forming region between a plurality of display 
devices, a plurality of integrated circuits, or a plurality of display devices and 
integrated circuits. For example, in the case of the irradiated object where 9 (3 x 3) 
20 element-forming regions are formed, the laser beam not scanned at the predetermined 
speed may be irradiated between one element-forming region and two element-forming 
regions in the first line, 
{0044 

[0054] Moreover, the laser beam can be irradiated efficiently to the irradiated object 
25 in the present embodiment mode by using a plurality of light sources or by dividing the 
laser beam. The throughput can be increased particularly in the case of processing 
the large substrate. In other words, a processing capacity improves drastically. 
{0043} 

( Embodiment Mode 2 4- 
30 [0055] The present embodiment mode explains a beam irradiation apparatus, which 
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means a laser irradiation apparatus, and a beam irradiation method, which means a 
laser irradiation method using a CW laser as one mode of the beam, with reference to 
FIG. 2. In addition, the present embodiment mode explains one example in which a 
semiconductor film is used as the irradiated object and a galvanometer mirror is used 
5 as the first scanning means. 
{0043} 

[00561 Initially, the CW laser emitted from a laser oscillator 101 is extended long 
through an optical system 102 and shaped into linear. Specifically, the laser beam can 
be shaped into linear by transmitting through a cylindrical lens and a convex lens in the 
10 optical system 102. 
{0044} 

[0057]_After that, the laser beam shaped into linear (also referred to as a linear beam) 
is incident into a semiconductor film 106 through a galvanometer mirror 103 and an fB 
lens 104. On this occasion, the linear beam is adjusted so as to form a spot 105 of the 
15 laser (hereinafter referred to as a laser spot) having the predetermined size on the 
semiconductor film. In addition, the fl9 lens 104 makes the shape of the laser spot 
105 constant on the surface of the irradiated object not depending on the angle of the 
galvanometer mirror. 
{0045} 

20 [00581 R is note(1 that in FIG. 2, the laser processing, that is, the laser annealing is 
performed to the semiconductor film formed over a large-sized substrate having a size 
of 1500 mm (the length in Y-direction in the figure) x 1800 mm (the length in 
X-direction in the figure). The diameter of the A3 lens 104 is practical in the range of 
approximately 100 to 300 mm and thus it is possible to scan in a width ranging from 

25 100 to 300 mm. 
{0046} 

[0059]_On this occasion, an apparatus (control apparatus) 110 for controlling the 
vibration of the galvanometer mirror controls the vibration of the galvanometer mirror. 
In other words, the galvanometer mirror vibrates so as to change the angle of the mirror, 
30 and the laser spot 105 is moved in one direction (for example, X-axis direction in the 
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figure). For example, when the galvanometer mirror vibrates in half cycle, the laser 
spot is moved in X-axis direction on the semiconductor film (outward) by a certain 
width. 

5 [00601 And, the semiconductor film moves in Y-axis direction by an XY stage 109. 
Then, the laser spot moves in X-axis direction on the semiconductor film by the 
galvanometer mirror in the same manner (homeward). With such a back-and-forth 
movement of the laser beam, the laser spot is moved along a route 107 so as to perform 
the laser annealing to the whole semiconductor film. 
10 £004$} 

[00611 It is preferable to make the direction of the back-and-forth movement 
perpendicular (X-axis direction in the figure) to the direction of the major axis of the 
laser spot because the throughput is high. Moreover, the major axis of the laser spot 
may be set so as to have a certain angle to the direction of the back-and-forth 
15 movement, which is so-called oblique incidence. In other words, the laser beam may 
be incident not only in vertical direction but also in other directions. 
{0049} 

[00621 When the laser beam is moved back and forth, the speed of the laser spot is 
not constant, that is to say, the speed thereof accelerates, decelerates, or the like in the 

20 position where the galvanometer mirror 103 stops and its vicinity (including the region 
where the spot moves in Y-axis direction). Since it is concerned that uniformity of 
the laser annealing may be lowered due to such a region, the outside of the 
element-forming region is irradiated when the speed of the laser spot is not constant in 
the present invention. Thus, uniform laser annealing can be performed. It is 

25 necessary, however, that the length of one side of the display device is within the width 
scanned by the spot in one line. For example, when the galvanometer mirror is used, 
since the spot can scan a width ranging from 50 to 300 mm in one line, one side of the 
element-forming region to become the display device shall not be longer than that. 
{0050} 

30 [00631 The galvanometer mirror 103 does pendulum movement at a certain frequency. 
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As a result, the laser spot 105 is moved back and forth regularly, and the XY stage 109 
moves by the predetermined length. After finishing the laser annealing to one line, 
the XY stage 109 moves on to the next line. 

5 [0064] For example, a plurality of display devices, each of which becomes a small 
panel having a size of 50 mm x 50 mm, is processed while vibrating the galvanometer 
mirror 103. For example, when it is assumed that the length required for making the 
scanning speed of the galvanometer mirror constant is approximately 5 mm, the 
display devices may be arranged at intervals of at least 5 mm. On this occasion, the 

10 range of the semiconductor film having a size of 50 mm x 200 jam (corresponding to 
the region irradiated by the laser scanned in X-axis direction, and 200 corresponds 
to the length of the major axis of the spot) is crystallized. Subsequently, the XY stage 
109 moves the semiconductor film 106 by only 200 ^im in Y-axis direction and then 
the laser beam is irradiated by vibrating the galvanometer mirror 103. Such a 

15 back-and-forth motion is repeated to perform the laser annealing uniformly in the 
range of one line having a size of 50 mm x 1500 mm. The other region is irradiated 
with the laser beam in the same manner so as to perform the laser annealing to the 
whole surface of the semiconductor film. In the case of this embodiment mode, the 
laser annealing can be performed to the whole surface of the semiconductor film 

20 having a size of 1500 x 1800 mm by repeating the above process 36 times. In 
consideration of the margin, approximately 890 pieces of the display devices each 
having a size of 50 mm x 50 mm can be manufactured. 
£0052} 

[00651 In general terms, the CW laser has high coherency. Therefore, it is 
25 preferable to make the laser beam incident at an angle more than 0°, which is so-called 
oblique incidence, so that the reflected light from the rear surface of the irradiated 
object does not interfere with the reflected light from the surface of the irradiated 
object on the irradiated surface. 

30 [00661 As thus described, in the present invention, when the large region is irradiated 
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using the CW laser, the first scanning means such as the galvanometer mirror or the 
polygon mirror, the second scanning means such as the XY stage, and the fB lens, and 
when the scanning speed of the laser beam is not uniform, the laser beam is irradiated 
to the outside of the display device to become the outside of the element-forming 
5 region. As a result, the laser annealing can be performed uniformly. Moreover, 
mass productivity is enhanced and a display device can be manufactured at lower cost. 

[0067] Although the galvanometer mirror is used as the first scanning means in this 
embodiment mode, the polygon mirror or the other mirror having one or a plurality of 
10 specular surfaces being able to rotate can be employed. In addition, although the 
present embodiment mode explained the case of the display device, the integrated 
circuit can be also formed by performing the laser processing in the same manner. 

{Embodiment Mode 3^ 

15 [0068] This embodiment mode explains the case to enhance productivity of the 
integrated circuit having the thin film transistor by performing the laser processing to 
the semiconductor film formed over the substrate with a laser irradiation apparatus 
including a plurality of laser oscillators. 

20 [00691 FIG. 3 shows an example to employ three CW laser oscillators 201, three 
telecentric fQ lenses 204, three galvanometer mirrors 203, and three pairs of slits 207 to 
perform the laser-sized processing, that is, the laser annealing to a semiconductor film 
205 formed over a large substrate having a size of 1500 mm x 1800 mm. It is noted 
that FIG 3(A) is a top view and FIG. 3(B) is a side view. 

25 {Q0£?} 

[00701 A " o xi( Je film (a silicon oxide film such as SiON or Si0 2 ) is formed over a 
substrate as a base film and then a semiconductor film is formed thereon sequentially. 
The semiconductor film may be formed of the material mainly consisting of silicon by 
CVD, sputtering, or the like. In this embodiment mode, an amorphous silicon film is 
30 formed by the CVD using silane gas. In some film-forming methods, the 
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semiconductor film may contain too much hydrogen to resist the laser annealing. 
Therefore, in order to increase the probability of the resistivity of the semiconductor 
film against the laser annealing, the hydrogen concentration in the semiconductor film 
is preferable on the order of 10 20 /cm 3 or less. Therefore, in case that the film contains 
5 hydrogen more than the above value at the finishing the film formation, it is preferable 
to dehydrogenate by the thermal annealing at temperature ranging from 400 to 500°C 
for about one hour. The laser annealing is performed to the semiconductor film 
formed thus. It is noted that the semiconductor film may be patterned into the 
predetermined shape before the laser annealing. 
10 fOOSS} 

[0071] For example, the second harmonic (wavelength 532 nm) of the beam emitted 
from an LD-pumped CW Nd: YVO4 laser is used as the laser oscillator 201. The 
laser oscillator 201 has an output power of 10 W and is TEM 0 o mode. The laser beam 
spot has a diameter of <j) 2.3 mm and has a divergence angle of 0.35 mrad. 
15 {0059} 

[0072]In addition, since the laser beam having this wavelength transmits through the 
amorphous silicon film and the substrate, it may be necessary to devise a method for 
suppressing the inhomogeneous laser annealing due to the interference. In that case, 
the laser beam is preferably made incident into the semiconductor film 205 at an angle 

20 more than 0°, for example. The appropriate incidence angle depends on the shape or 
the size of the laser beam spot. The direction to which the laser spot 208 is extended, 
which means the direction of the major axis of the spot, is the Y-axis direction in FIG. 
3(A). Although it may be extended to another direction according to the purpose, it is 
preferable to extend it in the Y-axis direction in order to maximize the throughput in 

25 this embodiment mode. For example, when the laser beam spot shaped into a linear 
ellipse having a size of 400 jam in its major axis and 20 (am in its minor axis on the 
semiconductor film 205 is set so that the major axis thereof is included in the incidence 
plane, the appropriate incidence angle 8 is approximately 20°. 
{0060} 

30 [00731 The telecentric f9 lens 204 has a focal length of approximately 300 mm and 
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has a diameter of <|) 120 mm. An optical system 202 shapes the laser beam spot into 
linear. For example, the optical system 202 includes a planoconcave lens having a 
focal length of 50 mm, a planoconvex lens having a focal length of 200 mm positioned 
145 mm apart, a planoconvex cylindrical lens having a focal length of 250 mm 
5 positioned 140 mm behind the planoconvex lens, and a planoconcave cylindrical lens 
having a focal length of 100 mm positioned 145 mm behind the planoconvex 
cylindrical lens. It is noted that the direction of curvature of the planoconvex 
cylindrical lens is the same as that of the planoconcave cylindrical lens. Moreover, a 
galvanometer mirror 203 is arranged approximately 250 mm behind the planoconcave 
10 cylindrical lens, and a telecentric f9 lens 204 is arranged in accordance with the 
specifications of these lenses. 

[00741 In the laser irradiation apparatus having the optical system as above, the laser 
beam spot 208 extended to be linear on the semiconductor film 205 is scanned on the 

15 semiconductor film 205 at a speed of 500 mm/s by the galvanometer mirror 203. The 
outside of the region where the integrated circuit is formed is irradiated with the spot 
208 of the laser beam when it accelerates or decelerates on the semiconductor film 205. 
And, a region A where the integrated circuit is formed is irradiated only when the spot 
is scanned at a constant speed. In addition, since the length of several mm is enough 

20 for accelerating the galvanometer mirror, the length of the outside of the region where 
the integrated circuit is formed is 5 mm. When it is assumed that the width of the 
poly-crystalline region formed by one operation of the galvanometer mirror determined 
by the spot size of the laser (the width of the spot in Y-axis direction) is 200 jum, the 
beam spot 208 of the laser beam is scanned in such a way that after the laser beam spot 

25 208 is scanned 110 mm in X-axis direction by the galvanometer mirror, the XY stage 
206 is moved 200 jam in Y direction, and then the laser beam spot is scanned again on 
the semiconductor film 205 by the galvanometer mirror 203. 

[0075] Such an operation is repeated to perform the laser annealing to the region A in 
30 the figure. After the laser annealing to the region A, the semiconductor film 205 is 
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moved to the position where a region B can be annealed. Then, the laser annealing is 
performed to the region B as well as the region A. A series of these operations can 
perform the laser annealing to the whole surface of the semiconductor film 205. Of 
course, it is not necessary for the laser annealing to be performed all over the 
5 semiconductor film 205. It is preferable to perform the laser annealing only to the 
necessary part thereof because the processing time can be shortened. In such a case, 
it is necessary to provide a positioning mechanism and the like precisely, and a 
practitioner may calculate the necessary precision to determine its structure 
appropriately. 

10 \mz) 

[00761 I" this embodiment mode, a plurality of telecentric fB lenses 204 are arranged 
at intervals. Therefore, the semiconductor film can be irradiated with a plurality of 
laser beams simultaneously without the adjacent telecentric fB lenses interfering each 
other. This makes it possible to obtain high throughput compared with the case to 

15 employ only one laser oscillator. Therefore, this structure is appropriate particularly 
to the large substrate. This embodiment mode employs the telecentric fB lens so that 
the laser beam is incident into the semiconductor film at a constant angle. This 
enables the laser annealing to be performed uniformly. When the uniformity is not 
required, an fB lens may be employed alternatively. 

20 £0064} 

[00771 The semiconductor film is thus crystallized. 

f00781 Subsequently, after the semiconductor film is patterned into the predetermined 
shape as needed, a gate insulating film, a gate electrode, and an impurity region are 

25 formed, and then activation is performed. The laser irradiation apparatus and the 
laser irradiation method of the present invention can be also applied to activate the 
semiconductor film. And an interlayer insulating film, a source wiring, a drain wiring, 
a pixel electrode, and the like are formed, and thus an active matrix substrate having a 
plurality of thin film transistors is formed. In addition, the active matrix substrate can 

30 be utilized to form an integrated circuit and the like. 
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[0079] As above, when a plurality of the laser oscillators are used to perform the laser 
annealing, mass productivity of the thin film transistor and the integrated circuit can be 
enhanced. 
5 {©OS?} 

[00801 Although this embodiment mode employs a plurality of laser oscillators, one 
laser beam emitted from one laser oscillator may be divided into a plurality of spots 
using a mirror or the like. 
{0068} 

10 [00811 Moreover, although this embodiment mode employs the galvanometer mirror 
as the first scanning means, a polygon mirror or a mirror having one or a plurality of 
specular surfaces being able to rotate can be also employed. 
{0069} 

[00821 In addition, the active matrix substrate of the present embodiment mode can 
15 be employed as a semiconductor element in a liquid crystal display device, a 
light-emitting device, or the other display device. 
{0070} 

{Embodiment Mode 4^ 

[00831 The present embodiment mode explains a light-emitting device manufactured 
20 using the active matrix substrate with reference to FIG. 4. 
{007i| 

[00841 FIG- 4(A) is a cross-sectional view of a light-emitting device, specifically an 
EL module. In addition, FIG. 4(B) is an enlarged view of the laminated-layer 
structure of the light-emitting element (having an organic compound layer, a first 
25 conductive film, and a second conductive film) of the EL module. 
{0073} 

f00851 F IG. 4(A) shows a first substrate 400, a base insulating film 401, a TFT 422 
having a semiconductor film formed by the laser annealing with the laser irradiation 
apparatus of the present invention, a first conductive film (electrode) 403, an insulator 
30 (also referred to as a barrier diffusion, an embankment, a bank, or a blocking layer) 
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404, an organic compound layer 405, a second conductive film (electrode) 406, a 
protective film 407, an airspace 408, and a second substrate 409. 

[00861 A glass substrate, a quartz substrate, a silicon substrate, a plastic substrate, a 
5 metal substrate, a stainless substrate, or a flexible substrate can be used as the first 
substrate and the second substrate. The flexible substrate is a film-like substrate 
formed of PET, PES, PEN, acryl, or the like, and when the flexible substrate is used to 
manufacture a light-emitting device, weight saving is anticipated. It is desirable to 
form a barrier layer such as an aluminum film (A10N, A1N, AlO, or the like), a carbon 
10 film (DLC or the like), or SiN on a surface of the flexible substrate or on both the 
surface and the rear surface thereof in a single layer or in multi-layers, because the 
durability and the resistivity against gas can be improved. 

[0087] In addition, either the first conductive film or the second conductive film is 
15 formed of ITO or the like having light-transmittance according to whether the light 
from the organic compound laser is emitted upward or downward. In addition, when 
the light is emitted to both upward and downward, the light-transmitting conductive 
film is used as the first conductive film and the second conductive film. 
{0075} 

20 r00881 The TFT 422 (p-channel TFT in this embodiment mode) formed over the first 
substrate 400 is an element for controlling the current flowing through the organic 
compound layer 405. The TFT 422 has an impurity region 411 functioning as a drain 
region (or a source region depending on the polarity), a channel-forming region 412, 
and a gate electrode 417 provided over the channel-forming region. Furthermore, the 

25 TFT 422 has a drain electrode (or a source electrode) 416 for connecting the impurity 
region and the first conductive film 403 electrically. Moreover, a wiring 418 such as 
a power supplying line or a source wiring can be formed simultaneously in the same 
process as that for forming the drain electrode 416. 
{0076} 

30 [00891 A base insulating film 401 (herein the base insulating film is formed of an 
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insulating nitride film as a lower layer and an insulating oxide film as an upper layer) 
is formed over the first substrate 400 as a base insulating film and a gate insulating 
film is provided between the gate electrode 417 and the semiconductor film. In 
addition, each layer of the interlayer insulating film 402 is formed of an organic 
5 material or an inorganic material in a single-layer structure or a multi-layers structure. 
Although it is not illustrated in the figure, one TFT or a plurality of TFTs (n-channel 
TFT or p-channel TFT) are also provided in one pixel. In addition, although this 
embodiment mode shows the TFT having one channel-forming region 412, there is no 
particular limitation, and the TFT may have a plurality of channels, which is called a 
10 multi-channel TFT. 
{0077} 

[00901 In addition, although this embodiment mode explained a top gate type TFT as 
the example, the present invention can be applied regardless of the TFT structure. 
For example, the present invention can be applied to a bottom gate type (inversely 
1 5 staggered) TFT and a staggered TFT. 

[0091] In addition, the first conductive film 403 becomes an anode (or a cathode) of 
the light-emitting element. When the first conductive film is formed of a transparent 
conductive film, ITO (alloy of indium oxide and tin oxide), alloy of indium oxide and 
20 zinc oxide (In 2 0 3 -ZnO), zinc oxide (ZnO), or the like can be used. 
{0079} 

[0092] In addition, there is an insulator 404 (also referred to as a bank, a barrier 
diffusion, a blocking layer, an embankment, or the like) to cover the end portion of the 
first conductive film 403 (and the wiring 418). The insulator 404 can be made of an 

25 inorganic material (silicon oxide, silicon nitride, silicon oxynitride, or the like), a 
photosensitive or non-photosensitive organic material (polyimide, acryl, polyamide, 
polyimidamide, resist, or benzocyclobutene), or the layers formed by laminating these 
materials. It is noted that this embodiment mode uses a photosensitive organic resin 
covered by the silicon nitride film. For example, when the positive photosensitive 

30 acrylic is used as the material of the organic resin, it is preferable that only the upper 
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end portion of the insulator has a curved surface having a curvature radius. In 
addition, the insulator may be either a negative type, which becomes insoluble in the 
etchant by the light, or a positive type, which becomes soluble in the etchant by the 
light. 
5 {0080} 

[0093] In addition, the organic compound layer 405 is formed by a vapor deposition 
method or a coating method. In this embodiment mode, the organic compound layer 
is formed in a vapor deposition apparatus to obtain uniform film thickness. In order 
to enhance the reliability, it is preferable to degas by means of vacuum heating (at a 

10 temperature ranging from 100 to 250°C) just before forming the organic compound 
layer 405. For example, when the vapor deposition method is used, the film is 
deposited in the film-forming chamber that is vacuum pumped so that the degree of 
vacuum is 5 x 10° Torr (0.665 Pa) or less, preferably in the range of 10" 4 to 10" 16 Torr. 
At the deposition, the organic compound is vaporized by heating it in advance, and it is 

15 spattered toward the substrate by opening the shutter. Vaporized organic compound is 
spattered upward and deposited through an opening provided in a metal mask. 
{00*4 

[00941 As shown in FIG. 4(B), the organic compound layer (the EL layer) 405 is a 
laminated-layer of HIL (a hole injecting layer), HTL (a hole transporting layer), EML 

20 (a light-emitting layer), ETL (an electron transporting layer), and EIL (an electron 
injecting layer) that are laminated in order from the anode side. Typically, CuPc is 
used as the HIL, a-NPD is used as the HTL, BCP is used as the ETL, and BCP:Li is 
used as the EIL, respectively. It is noted that the organic compound layer may have 
an inorganic material or may have a mixed material of the organic material and the 

25 inorganic material. 
{0082} 

[0095] In addition, in the case of a full color display, the materials each showing the 
light emission of red (R), green (G), and blue (B) respectively as the organic 
compound layer (EL layer) 405 may be formed selectively by the vapor deposition 
30 method using respective deposition masks or by an ink-jetting method appropriately. 
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It is noted that the ink-jetting method is a method to spray (discharge) selectively a 
droplet (also referred to as a dot) of the composition in which a material of the 
conductive film, the insulating film, or the like is mixed. Specifically, CuPc or 
PEDOT is used as the HIL, a-NPD is used as the HTL, BCP or Alq 3 is used as the ETL, 
5 and BCP:Li or CaF 2 is used as the EIL, respectively. In addition, for example, Alq 3 
doped with dopant corresponding to each luminescent color of R, G, and B (DCM or 
the like in the case of R, DMQD or the like in the case of G) may be used as EML. It 
is noted that the structure of the organic compound layer is not limited to the 
laminated-layer structure as above. 
10 f00«3} 

r00961 More specific laminated-layer structure of the organic compound layer is 
explained as follows. In the case of forming the organic compound layer 405 to show 
red light emission, after forming CuPc in 30 nm thick as HIL and forming ot-NPD in 
60 nm thick as HTL, the same mask is used to form Alq 3 with DCM 2 and rubrene 

15 added in 40 nm thick as a red light-emitting layer. After that, BCP is formed as the 
electron transporting layer in 40 nm thick, and then BCP with Li added is formed in 1 
nm thick as the electron injecting layer. In addition, in the case of forming the 
organic compound layer showing green light emission, after forming CuPc in 30 nm 
thick as HIL and forming a-NPD in 60 nm thick as HTL, the same deposition mask is 

20 used to form Alq 3 with coumarin 545T added in 40 nm thick as a green light-emitting 
layer. After that, BCP is formed in 40 nm thick as the electron transporting layer, and 
then BCP with Li added is formed in 1 nm thick as the electron injecting layer. In 
addition, in the case of forming a layer including the organic compound layer showing 
blue light emission, after forming CuPc in 30 nm thick as HIL and forming a-NPD in 

25 60 nm thick as HTL, the same mask is used to form bis [2-(2-hydroxyphenyl) 
benzoxazolate] zinc: Zn(PBO) 2 in 10 nm thick as a light-emitting layer. After that, 
BCP is formed in 40 nm thick as the electron transporting layer, and then BCP with Li 
added is formed in 1 nm thick as the electron injecting layer. 

[0097] Among the organic compound layers of these colors, CuPc layer and a-NPD 
30 layer common to all the colors can be formed all over the pixel portion. In addition, 
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the mask can be shared among these colors. For example, after forming the red 
organic compound layer, the mask is moved to form the green organic compound layer. 
Then the mask is moved again to form the blue organic compound layer. It is noted 
that the order of the organic compound layer of each color to be formed may be set 
5 appropriately. 
{0084} 

[0098] In addition, in the case of white light emission, a full color display may be 
performed by providing a color filter or a color conversion layer separately. The 
color filter or the color conversion layer with respect to the white light emitting upward 

10 may be pasted with the first substrate after providing it to the second substrate. In 
addition, the color filter or the color conversion layer with respect to the white light 
emitting downward can be formed through the insulating film after forming the drain 
electrode (or the source electrode) 416. After that, the insulating film and the second 
conductive film are formed in order over the color filter or the color conversion layer, 

15 and the drain electrode (or the source electrode) 416 may be connected to the second 
conductive film through a contact formed in the insulating film. 
{0085} 

[00991 I* is thus possible to provide a light-emitting device having the highly 
homogeneous crystalline semiconductor film with the laser irradiation apparatus and 
20 the laser irradiation method of the present invention. As a result, it is possible to 
provide the light-emitting device in which the display unevenness due to the 
inhomogeneous laser beam is reduced in the display portion. 
{0086} 

[0100] It is noted that the active matrix substrate of the present invention can be 
25 applied to the liquid crystal display device and the other display device, and further to 
the semiconductor integrated circuit and CPU. 
{008?} 

{Embodiment Mode 5) - 

[0101] The active matrix substrate manufactured by the present invention can be 
30 applied to various kinds of electronic instruments. As the electronic instrument, a 
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personal digital assistance (a mobile phone, a mobile computer, a mobile game 
machine, an electronic book, or the like), a video camera, a digital camera, a goggle 
type display, a display device, a navigation system, and the like are given. FIG. 5 
shows specific examples of these electronic instruments. 

5 $mty 

[0102] FIG. 5(A) is a display including a chassis 4001, an audio output portion 4002, 
a display portion 4003, and the like. The active matrix substrate formed by the 
present invention can complete the display portion 4003 having a liquid crystal 
material or a light-emitting element. The display device includes all the information 
10 display devices for a personal computer, for TV broadcast reception, for advertisement, 
and the like. 
{0089} 

[0103] FIG. 5(B) is a mobile computer including a main body 4101, a stylus 4102, a 
display portion 4103, an operation button 4104, an external interface 4105, and the like. 
15 The active matrix substrate formed by the present invention can complete the display 
portion 4103 having a liquid crystal material or a light-emitting element. 
{0090} 

[01041 FIG. 5(C) is a game machine including a main body 4201, a display portion 
4202, an operation button 4203, and the like. The active matrix substrate formed by 
20 the present invention can complete the display portion 4202 having a liquid crystal 
material or a light-emitting element. 

[01051 FIG. 5(D) is a mobile phone including a main body 4301, an audio output 
portion 4302, an audio input portion 4303, a display portion 4304, an operation switch 
4305, an antenna 4306, and the like. The active matrix substrate formed by the 
25 present invention can complete the display portion 4304 having a liquid crystal 
material or a light-emitting element. 
{0094} 

[01061 FIG. 5(E) is an electronic book reader including a display portion 4401 and the 
like. The active matrix substrate formed by the present invention can complete the 
30 display portion 4401 having a liquid crystal material or a light-emitting element. 



[0107] As above, the present invention can be applied in a wide range, and can be 
applied to the electronic instruments in every field. In particular, it is possible to 
make the electronic instrument lightweight and thin when the flexible substrate is used 
5 as the insulating substrate of the active matrix substrate 
{0095} 

( Embodiment Mode 6) 

[0108] The present invention is applied not only to the CW beam but also to the 
energy beam output in a pulse oscillation (a pulsed beam, particularly referred to as a 

10 pulsed laser when using the laser as the light source), which has the same 
advantageous effect provided that a crystal grain grown continuously toward the 
scanning direction can be obtained by oscillating the laser light having the oscillation 
frequency so that the next pulsed laser light is irradiated within the period from the 
time that the semiconductor film is melted with the laser light until the semiconductor 

15 film is solidified. In other words, the present invention may employ a pulsed beam in 
which the lower limit in the period of a pulse oscillation (oscillation frequency) is 
determined so that the period of a pulse oscillation becomes shorter than the period 
from the time that the semiconductor film is melted until the semiconductor film is 
solidified completely. 

20 [01091 For example, the specific oscillation frequency of the pulsed laser using the 
laser as the light source is set to 10 MHz or more, which is considerably higher than 
that of the pulsed laser to be used usually having an oscillation frequency in the range 
of several tens to several hundreds Hz. 
{0094} 

25 [01101 The reason why the present invention employs the pulsed laser having such 
high frequency is explained as follows. When a general pulsed laser is employed, it 
is said that it takes several tens to several hundreds nsec to solidify the semiconductor 
film completely after the semiconductor film is irradiated with the laser light. With 
the pulsed laser light having a frequency of 10 MHz or more applied thereto, it is 

30 possible to irradiate the next pulsed laser light within the period from the time that the 
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semiconductor film is melted by the laser light until the semiconductor film is 
solidified. Therefore, unlike the case using the conventional pulsed laser, the 
interface between the solid phase and the liquid phase can be moved continuously in 
the semiconductor film, thereby forming the semiconductor film having a crystal grain 
5 grown continuously toward the scanning direction. Specifically, it is possible to form 
an aggregation of crystal grains, each of which has a width ranging from 10 to 30 jim 
in the scanning direction and a width ranging from 1 to 5 \xm in the direction 
perpendicular to the scanning direction, which is the crystal grain as large as that 
formed with the CW laser. It is also possible to form a semiconductor film having 
10 few crystal grain boundaries at least in the carrier transporting direction of TFT by 
forming a crystal grain of a single crystal extended long along the scanning direction. 

[0111] When the oscillation at the frequency described above is assumed to be 
possible, a beam emitted from a laser selected from the group consisting of an Ar laser, 
15 a Kr laser, an excimer laser, a CO2 laser, a YAG laser, a Y2O3 laser, a YVO4 laser, a 
YLF laser, a Yal0 3 laser, a glass laser, a ruby laser, an alexandrite laser, a Ti: Sapphire 
laser, a copper vapor laser, and a gold vapor laser can be used as the pulsed beam. 

[01121 For example, it is possible to use light emitted from the YV0 4 laser having an 
20 output power of 2 W, an oscillation mode of TEM(00), the second harmonic (532 nm), 
an oscillation frequency of 80 MHz, and a pulse width of 12 psec. Moreover, a 
pulsed laser irradiation apparatus having this laser oscillator can be used. In addition, 
the beam spot can be shaped into a rectangular spot having a size of 10 jun in its minor 
axis and 100 [im in its major axis on the surface of the semiconductor film by shaping 
25 the laser light through the optical system. When the oscillation frequency is set to 80 
MHz, the interface between the solid phase and the liquid phase can be moved 
continuously, thereby forming the crystal grain grown continuously toward the 
scanning direction. It is thus possible to form a semiconductor film having few 
crystal grain boundaries at least in the channel direction of TFT by forming a grain of a 
30 single crystal extended long along the scanning direction. 
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[0113] In other words, in the case of using either the CW laser beam or the pulsed 
laser beam, in the present invention, the laser beam is irradiated to the outside of the 
element-forming region when the scanning speed of the spot of the laser light is not the 
5 predetermined value. 

[Eff e ct of th e Inv e ntion] 

Uniform proc e ssing can be performed by using th e scanning m e ans of the pres e nt 
invention in which the CW b e am or the puls e d b e am scanned on th e irradiat e d obj e ct is 
10 irradiat e d to the outsid e of th e el e ment forming r e gion when th e scanning direction of 
the las e r beam changes or wh e n the scanning sp ee d is not con s tant. — As a result, th e 
semiconductor film can b e ann e al e d uniformly. — As abov e , it is possible to pr e v e nt the 
irradiated obj e ct, particularly th e s e miconductor film, from being peel e d. 



39 



Abstract 

The speed of the laser scanned by the scanning means such as a galvanometer 
mirror or a polygon mirror is not constant in the center portion and in the end portion 
of the scanning width. As a result the object for example an amorphous 
5 semiconductor film, is irradiated with the excessive energy and therefore there is a risk 
that the amorphous semiconductor film is peeled. In addition, th e e ffici e nt las e r 
ann e aling of the present inv e ntion is pr e f e rable in the case of using the large substrat e . 



[Brief Description of th e Drawings] 
10 [FIG. 1] a drawing which illustrates a laser irradiation apparatus of the pr e sent 
invention. 

[FIG. 2] a drawing which illustrates a laser irradiation apparatus of the pr e s e nt 
inv e ntion. 

[FIG 3] a drawing which illustrat e s a las e r irradiation m e thod of th e pres e nt inv e ntion. 
15 [FIG 1] a drawing which illustrat e s a light emitting d e vic e form e d using th e las e r 
irradiation m e thod of th e present inv e ntion. 

[FIG 5] a drawing which illustrat e s el e ctronic instrum e nts form e d using th e las e r 
irradiation m e thod of th e present inv e ntion. 



40 



[Docum e nt Name] Abstract 

[Summary] 

[Probl e m] 

Th e spe e d of th e las e r scann e d by th e scanning m e ans such a s a galvanometer 
5 mirror or a polygon mirror is not constant in th e cent e r portion and in the end portion 
of th e scanning width, — As a result, the obj e ct (for example an amorphous 
semiconductor film) is irradiat e d with the exc e ssive en e rgy and therefore ther e is a risk 
that th e amorphous semiconductor film is pe e led. 
[Solving Means] 

10 ta-the present invention, in the case where the laser spot of the energy beam 

output continuously on the irradiated object is scanned by moving it back and forth 
with the use of the scanning means or the like, the beam is irradiated to the outside of 
the element-forming region when the scanning speed of the spot is not the 
predetermined value-4-for example when the speed is not constant, and accelerates, 

15 decelerates, or is zero, for example in the positions where the scanning direction 
changes, or where the scanning starts or ends) — 
[Select e d Figure] FIG. 1 . 
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